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MsotipereHHe othochtc* k <jepjM>& MerajjJiyp- 

rmt, a UMcnao K-coocody nponjouuci-aii uuloko- 
xpoMKCrtix h Apynu xoMcjiexcHCKierHpoBaii- 
hmx sepxcaaexHUKx cra/ieft, b tom ^wyie viem- 
pooatmux thtbbom . 

HaaeCTHhifi onocoG ncwiyHeau* RepxcaBeMrmefl 
xpOHCQAepxamefl c™ 11 Bxjxmirt- B ce<Sa pac- 
wiaMeHHe uihxtu, oocayrjiepoacHaaHae pac- 
naaaa, pacKHcaeuae, jierapoBauite. h aunycic 
njiaBKH B kobdi noA nepBH^HUM wjiqkom. B bah- 
Hy no xony* njiaaxH bbomt oxhcjiu MapraBiu. 
OcHOBBOcrb uinaxa ncpea BunycxoM juubkh hb 
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110 B • CtajItp&3J!HfiO < IHU& KOtBnJ./lIpH OCBdBHQtTV 

aaaaew M*raji*a thtbhom, : ~ ' 
3 BbiiujaBKa. craftx no HOBOMy arcicody 3atn»- 
laeTca. B^.-CAeffyxxueii. . -B ^^aaMNnfcr 
• . neqb aflrpyjKajor wefajuaqecicyw maxiy 4 ; 'xp5" 
Mpayw pyjiy. oxbow mjjb K»poonaTbi xapfaaaa 
a. ochobhuc uuiaKooftpaaymume MBTepHajiy.3a* 
10 t*m B o6twH084 nopiuxe pacnjiaajiBior h o6cayr- 
*epo}K*Bax>T pafeiwaB. npa >tom opoayaxy 
.wpoaaaojat xacaopoAOfcr. ua ^iecbx> Kacaopo- 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 
1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chrotruwn-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1 .3, with simultaneous alloying of the metal 
with titanium. 
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